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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live" 
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FOREWORD 

This Indian Standard (First Revision) was adopted by the Bureau of Indian Standards, after the draft finalized 
by the Jute and Jute Products Sectional committee had been approved by the Textile Division Council. 

This standard First published in 1967 has been revised to align with the similar Indian Standards on jute bags. 
Accordingly, changes have been made in the requirements of seam, hemming at the mouth provisions of joined 
bags, sampling and criteria for conformity. 

The composition of the Committee responsible for formulation of this standard is given in Annex A. 

For the purpose of deciding whether a particular requirement of this standard is complied with, the Final value, 
observed or calculated, expressing the result of a test or analysis, shall be rounded off in accordance with 
IS 2:1%0 'Rules for rounding off numerical values (revised)'. The number of significant places retained in 
the rounded off value should be the same as that of the specified value in this standard. 



AMENDMENT NO. 1 JULY 2004 

TO 

18 3984:2002 TEXTILES — DW FLOUR BAGS — 

SPECIFICATION 

( First Revision ) 

( Page 1, clause 1 ) — Substitute the following for the existing: 
4 1 SCOPE 

1.1 This standard prescribes the constructional details and other requirements of 
DW (double wrap) flour bags made of jute. 

1.2 The bags specified in the standard shall not be manually handled after 
packing flour more than 50 kg*. 



(TX03) 



Reprography Unit, BIS, New Delhi, India 
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Indian Standard 

TEXTILES — DW FLOUR BAGS 
SPECIFICATION 

( First Revision ) 



1 SCOPE 



This standard prescribes the constructional details and 
other requirements of DW (double warp) Hour bags 
made of jute. 

2 REFERENCES 

The following Indian Standards contain provisions 
which through reference in this text, constitute 
provision of this standard. At the time of publication, 
the editions indicated were valid. All standards are 
subject to revision and parties to agreements based on 
this standard are encouraged to investigate the 
possibility of applying the most recent editions of the 
standards indicated below: 

IS No. Title 

2873:1991 Textiles Packaging of jute 

products in bales - Specification 

(second revision) 
3966: 1 967 DW Flour jute cloth 

5476:1986 Glossary of terms relating to jute 

{first revision) 
9113:1993 Textiles-- Jute sacking General 

requirements {first revision) 

3 TERMINOLOGY 

For the purpose of this standard, the definitions given 
in IS 5476 shall apply. 

4 MANUFACTURE 

4.1 Sacking 

The bags shall be made from single piece of double 
warp, plain weave jute sacking of uniform construction 
conforming to IS 3966 with warp running along the 
length of the bag. The cloth shall be without stripes 
or shall have stripes as agreed to between the buyer 
and the seller, woven along the length of the bag. 

4.2 Scam 

The sides of the bags shall be sewn with overhead or 
herakles stitches on selvedge through two lasers of 
sacking as specified in IS 9 1 13. I he number of stitches 
per 1 cm shall be 10 f 1. 

4.3 Hemming at the Mouth 

Provisions of IS 91 13 shall apply. 



4.4 Joined Bag 

Provisions of IS 9113 shall apply. 

4.5 Freedom from Defects 

The bags should be generally free from weaving and 
sewing defects which effect the performance of the 
bag, such as missing picks, holes, cuts, tears, floats, 
crushed selvedges, spots, stains, gap stitches, loose 
ends and frayed ends. 

5 SPECIFIC REQUIREMENTS 

5.1 The bags shall conform to the requirements 
specified in fable 1. 

5.2 The bales containing the bags shall conform to 
the requirements specified in fable 2. 

5.3 The contract moisture regain shall be 20 percent. 

6 PACKING 

The bags shall be packed in bales as prescribed in 
IS 2873 or as specified in the agreement between the 
buyer and the seller. 

7 MARKING 

7.1 The bales shall be marked as prescribed in IS 2873. 
Additional markings shall be made as stipulated bv 
the buyer or required by the regulation or law in force. 

7.2 BIS Certification Marking 

1 he bales may also be marked with the Standard Mark. 

7.2.1 The use of the Standard Mark is governed b\ 
the pro\ isions o\' Bureau of Indian Sdmdards .•!<■/, 1980 
and the Rules and Regulations made thereunder. The 
details of conditions under which the licence for the 
use of Standard Mark may be granted to manufacturers 
or producers may be obtained from the Bureau o( 
Indian Standards. 



8 SAMPLING 
CONFORMITY 



AND CRITERIA FOR 



The sampling procedure and criteria for conformity 
as specified in IS 9113 shall be followed. 
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Table 1 Particulars of Bags 

(ClauseSA) 



SI 
No. 


Ctinracterist 


(1) 


(2) 


t) 

ii) 


Dimensions, cm ( v<v Note ): 

a) Outside length 

b) Outside width 
Corrected mass per bag. g 



iii) fouls per dm 

iv) Picks per dm 

v) Average breaking load of sacking, [ravelled 
strip method, 10 cm ' 20 cm) A//>/, N (kgf): 
Warpway 
We ft way 
vi) Average breaking load ot seam, | ravel led 
strip method, 10 cm - 20 cm| Mm. N (kgf): 



Require in cut 



(3) 

142 

71 

I 143 

68 

31 



I 570(160) 

I 402(143) 

530(54) 



fulcra rue 



(4) 





+ 10 

„7 s P crccnl 

+4 
-2 
f2 
-I 



Method of lest, Iter 
to CI No. of IS 91 13 

(5) 

832 

8 5.2 
8.4 2 

8.6.2 

8.7 
t4 



NOIL — The buyer and the seller may agree to the dimensions other than those specified above. The tolerance of q cm shall 
apply on the dimensions I he mass of such bag may be calculated by the method given in 5.3 of IS c > 1 1 3 I lowever, a tolerance 

of 7 ^ percent on the bag mass shall apply 



Tabic 2 Requirements of Packed Bales 

(Clauses 2) 



si 

No. 

(1) 

i) 

ii) 

iii) 

iv) 



Characteristic 



(2) 



I otal number of bags per bale ( see Note ) 
Number of joined bags per bundle of 25 bags 
Contract mass of a bale, kg 

Corrected net mass of a bale 



Requirement 


Mi 


rthod of Test, 




RcftoCINo. of IS 91 13 


(3) 




(4) 


300 
1 




8.9 
do 


342.9 






Not less than the 




8 1 


contract mass 






22 




8.2 


3.0 




8.8 



v) Moisture regain, percent, Mux 
vi) Oil content on dry deoiled material basis, percent. Max 

NO II; -■ The number of bags per bale shall be 300 or as specified in an agreement between the buyer and the seller. 



IS 3984 : 2002 



ANNEX A 

(Foreword) 

COMMITTEE COMPOSITION 

Jute and Jute Products Sectional Committee, TX 03 



Organisation 

Office of the Jute Commissioner, Kolkata 

Directorate General of Supplies & Disposals ( Quality 
Assurance Wing ), New Delhi 

Rskaps ( India ) Pvt Ltd, Kolkata 

lixport Inspection Council of India, New Delhi 

food Corporation of India, New Delhi 

Indian Jute Industries' Research Association, Kolkata 

Indian Jute Mills Association, Kolkata 

Institute of Jute Technology. Kolkata 

Jute Manufacturers Development ( ouncil, Kolkata 

National Institute of Research on Jute & Allied I ihres ( NIRJAIT ). 
Kolkata 

National Jute Manufacturers C orporation Ltd. Kolkata 

The lertili/er Association of India, New Delhi 
MIS Directorate General 



Representative^) 

Si ik i S. \\\tt\\v\R (Chair man) 

Smki A K. Si iifiAi. 

Siiki MM. Dim v (Alternate) 

ShriSikhakGiha 

Siiri Arahinua Kak (Alternate) 

ShriK. J Sri\ \st\\ a 

Siiki K. IV R.\)\\ (Alternate) 

Siiki S. 13. Saroya 

Siiki C. Siiiv anna (Alternate) 

DkK J XV AC H ANOKA N 

DrD Si r (Alternate) 

Chairman 

Shri M N. Ghosh (Alternate I) 
Siiri V. K. Smarm \ (Alternate II) 
Shri Arijii Mitra (Alternate III) 

Dk PrxwrRxy 

Siiki S K Sin (Altertnue) 

Sum D K. Sarkak 

DlKl.f I OK 

Shri A Ghosh 

Siiri K. K. Hosi- (-thermite) 

DrS K. Saxina 

Siiri M. S Vi km x. Director & I lu;id (TXI » 
[Representing I >irccu»r ( ieneral (f\x (Officio)] 



Mt'nher-Seen.tary 

Shri M.S. Vi-rma 

Director and Head ( I cUilc:. ) 



Bureau of Indian Standards 

BIS is a statutory institution established under the Bureau of Indian Standards Act, 1986 to promote 
harmonious development of the activities of standardization, marking and quality certification of goods 
and attending to connected matters in the country. 

Copyright 

BIS lias the copyright of all its publications. No part of these publications may be reproduced in any form 
without the prior permission in writing of BIS. This does not preclude the free use, in the course of 
implementing the standard, of necessary details, such as symbols and sizes, type or grade designations. 
Enquiries relating to copyright be addressed to the Director (Publications), BIS. 

Review of Indian Standards 

Amendments are issued to standards as the weal arises on the basis of comments. Standards are also reviewed 
periodically; a standard along with amendments is reaffirmed when such review indicates that no changes are 
needed; if the review indicates that changes are needed, it is taken up for revision. Users of Indian Standards 
should ascertain that they arc in possession of the latest amendments or edition by referring to the latest issue of 
k BIS Catalogue' and 'Standards: Monthly Additions'. 

This Indian Standard has been developed from Doc : No. TX 03 (0464). 
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